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Description 

TECHNICAL FIELD 

s [0001] The present invention relates to an organic electroluminescence ("electroluminescence" will be referred to 
as "EL", hereinafter) device and an organic light emitting medium, and more particularly, to an organic EL device which 
exhibits excellent purity of color, has excellent heat resistance and a long life and efficiently emits bluish to yellowish 
light and an organic light emitting medium which is advantageously used for the organic EL device. 

10 BACKGROUND ART 

[0002] An organic EL is a spontaneous light emitting device which utilizes the principle that a fluorescent substance 
emits light by energy of recombination of holes injected from an anode and electrons injected from a cathode when an 
electric field is applied. 

15 [0003] Since an organic EL device of the laminate type driven under a low electric voltage was reported by C. W. 
Tang of Eastman Kodak Company (C. W. Tang and S. A. Vanslyke, Applied Physics Letters, Volume 51 , Pages 913, 
1987), many studies have been conducted on organic EL devices using organic materials as the constituting materials. 
[0004] Tang et al used a laminate structure using tris(8-hydroxy-quino!inato)aluminum for the light emitting layer and 
a triphenyldiamine derivative for the hole transporting layer. Advantages of the laminate structure are that the efficiency 

20 of hole injection into the light emitting layer can be increased, that the efficiency of forming excited particles which are 
formed by blocking and recombining electrons injected from the cathode can be increased and that excited particles 
formed within the light emitting layer can be enclosed. As the structure of the organic EL device, a two-layered structure 
having a hole transporting (injecting) layer and an electron transporting and light emitting layer and a three-layered 
structure having a hole transporting (injecting) layer, a light emitting layer and an electron transporting (injecting) layer 

25 are well known. To increase the efficiency of recombination of injected holes and electrons in the devices of the laminate 
type, the structure of the device and the process for forming the device have been studied. 
[0005] As the light emitting material, chelate complexes such as tris(8-quinolinato)aluminum, coumarine derivatives, 
tetraphenyl- butadiene derivatives, bisstyrylarylene derivatives and oxadiazole derivatives are known. It is reported 
that light in the visible region ranging from blue light to red light can be obtained by using these light emitting materials 

30 and development of a device exhibiting color images is expected (For example, Japanese Patent Application Laid- 
Open Nos. Heisei 8(1 996) -239655, Heisei 7(1 995)-1 38561 and Heisei 3(1 991 )-200289). 

[0006] Devices using bisanthracene derivatives as the hole transporting material or the light emitting material are 
disclosed in the United States Patent No. 3008897 and Japanese Patent Application Laid-Open No. Heisei 8(1996)- 
12600. Although bisanthracene derivatives can be used as the material emitting blue light, the efficiency of light emis- 

35 sion and the life are insufficient for practical applications. In Japanese Patent Application Laid-open No. 2001-2071 67, 
a device using an aminoanthracene derivative as the material emitting green light is disclosed. However, the organic 
EL device using this material cannot be used for the practical applications since the device has poor heat resistance 
due to the tow glass transition temperature of the material and light emission of a long life and a high efficiency cannot 
be obtained. Other organic devices of a long life and excellent properties are recently reported. However, the life and 

40 the properties are not always sufficient. Therefore, the development of an organic EL device exhibiting more excellent 
properties have been strongly desired. 

DISCLOSURE OF THE INVENTION 

« [0007] Under the above circumstances, the present invention has an object of providing an organic EL device which 
exhibits a high purity of color, has excellent heat resistance and a long life and efficiently emits bluish to yellowish light 
and an organic light emitting medium which can be advantageously used for the organic EL device. 
[0008] As the result of extensive studies by the present inventors to achieve the above object, it was found that, 
when an organic light emitting medium comprised a combination of a specific arylamine compound and at least one 

so compound selected from specific anthracene derivatives, spirofluorene derivatives, compounds having condensed 
rings and metal complex compounds and an organic electroluminescence device had a layer of the medium disposed 
between a pair of electrodes, the organic EL device exhibited a high purity of color, had excellent heat resistance and 
a long life and efficiently emitted bluish to yellowish light. The present invention has been completed based on this 
knowledge. 

55 [0009] The present invention provides an electroluminescence device comprising a pair of electrodes and a layer of 
an organic light emitting medium disposed between the pair of electrodes, wherein the layer of an organic light emitting 
medium comprises: 
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(A) at least one compound selected from substituted and unsubstituted arylamines having 1 0 to 1 00 carbon atoms, 
and 

(B) at least one compound selected from: 

s anthracene derivatives represented by following general formula (I): 

A 1 -L-A 2 (I) 

10 wherein A 1 and A 2 each independently represent a substituted or unsubstituted monophenylanthryl group or a 
substituted or unsubstituted diphenylanthryl group and may represent a same group or different groups, and L 
represents a single bond or a divalent bonding group, 



15 



20 



30 



45 



50 



anthracene derivatives represented by following general formula (li): 

A 3 -An-A 4 (II) 

wherein An represents a substituted or unsubstituted divalent anthracene residue group, A 3 and A 4 each inde- 
pendent iy represent a substituted or unsubstituted aryl group having 6 to 40 carbon atoms, at least one of A 3 and 
A 4 represents a substituted or unsubstituted monovalent condensed aromatic ring group or a substituted or un- 
substituted any! group having 10 or more carbon atoms, and A 3 and A 4 may represent a same group or different 
groups, 

spirofluorene derivatives represented by following general formula (III): 



-Ar : 



wherein Ar 1 represents a substituted or unsubstituted spirofluorene residue group, A 5 to A 8 each independently 
represent a substituted or unsubstituted aryl group having 6 to 40 carbon atoms, 
compounds having condensed rings represented by following general formula (IV): 



A" 
I 

A 9 



A I3 -A 10 -Ar 2 -A u -A" 

wherein Ar 2 represents a substituted or unsubstituted aromatic ring group having 6 to 40 carbon atoms, A 9 to 
A 11 each independently represent a substituted or unsubstituted arylene group having 6 to 40 carbon atoms, 
A 1 2 to A 14 each independently represent hydrogen atom, an alkyl group having 1 to 6 carbon atoms, a cycloalkyl 
group having 3 to 6 carbon atoms, an alkoxyl group having 1 to 6 carbon atoms, an aryloxyl group having 5 
to 18 carbon atoms, an aralkyloxyl group having 7 to 18 carbon atoms, an arylamino group having 5 to 16 
carbon atoms, nitro group, cyano group, an ester group having 1 to 6 carbon atoms or a halogen atom, and 
at least one of A 9 to A 14 represents a group having condensed aromatic lings, and 
metal complex compounds. The present invention also provides an electroluminescence device described 
above, wherein component (B) is at least one compound selected from the anthracene derivatives represented 
by general formulae (I) and (II) shown above. 
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[0010] The present invention provides an organic light emitting medium which comprises (A) at least one compound 
selected from substituted and unsubstituted arylamines having 10 to 100 carbon atoms and (B) at (east one compound 
selected from anthracene derivatives represented by general formula (I) shown above, anthracene derivatives repre- 
sented by following general formula (II) shown above, splrofluorene derivatives represented by general formula (III) 
5 shown above, compounds having condensed rings represented by general formula (IV) shown above and metal com- 
plex compounds described above. The present invention also provides an organic light emitting medium described 
above, wherein component (B) is at least one compound selected from the anthracene derivatives represented by 
general formulae (I) and (II) shown above. 

10 THE MOST PREFERRED EMBODIMENT TO CARRY OUT THE INVENTION 

[0011 ] The organic EL device of the present invention is a device having a structure comprising a pair of electrodes 
and a layer of an organic light emitting medium disposed between the pair of electrodes. 

[001 2] In the present invention, an organic light emitting medium comprising a combination of (A) at least one com- 
15 pound selected from substituted and unsubstituted arylamine compounds having 10 to 1 00 carbon atoms and (B) at 
least one compound selected from the anthracene derivatives represented by the above general formula (I), the an- 
thracene derivatives represented by the above general formula (II), the spirofluorene derivatives represented by the 
above general formula (III), the compounds having condensed rings represented by the above general formula (IV) 
and the above metal complex compounds, is used in the layer of an organic light emitting medium. 
20 [00131 Examples of the arylamine compound of component (A) include arylamine compounds represented by the 
following general formula (V): 



25 




30 

wherein X 3 represents a substituted or unsubstituted condensed aromatic ring group having 10 to 40 nuclear carbon 
atoms. Ar 5 and Ar 8 each independently represent a substituted or unsubstituted monovalent aromatic group having 6 
to 40 carbon atoms, and p represents an integer of 1 to 4. 

[0014] In general formula (V), examples of the group represented by X 3 include residue groups derived from naph- 
35 thalene, phenanthrene, fluoranthene, anthracene, pyrene, perylene, coronene, chrysene, picene, diphenylanthracene. 
fluorene, triphenylene, rubicene, benzoanthracene, phenylanthracene, bisanthracene, dlanthracenyibenzene and 
dibenzoanthracene. Among these groups, residue groups derived from chrysene, pyrene and anthracene are prefer- 
able. 

[0015] Examples of the monovalent aromatic group having 6 to 40 carbon atoms which is represented by Ar 5 and 
Ar 6 include phenyl group, naphthyl group, anthranyl group, phenanthryl group, pyrenyl group, coronyl group, biphenyl 
group, terphenyl group, fluorenyl group, furanyi group, thlenyl group, benzothienyl group, indolyl group and carbazolyl 
group. Among these groups, phenyl group, naphthyl group, pyrenyl group and biphenyl group are preferable. 
[0016] As the arylamine compound represented by general formula (V), arylamine compounds represented by the 
following general formula (V-a): 

45 



50 



55 




wherein X 3 is as defined in general formula (V), are preferable. 

[0017] In the above general formula (V-a), Ar 15 to Ar 18 each independently represent hydrogen atom, a substituted 
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or unsubstituted alkyl group having 1 to 50 carbon atoms and preferably 1 to 20 carbon atoms, a substituted or unsub- 
stituted aryl group having 5 to 50 carbon atoms and preferably 5 to 20 carbon atoms, a substituted or unsubstituted 
aralkyl group having 7 to 50 carbon atoms and preferably 7 to 40 carbon atoms, a substituted or unsubstituted cycloalkyl 
group having 3 to 50 carbon atoms and preferably 5 to 12 carbon atoms, a substituted or unsubstituted alkoxyl group 
having 1 to 50 carbon atoms and preferably 1 to 6 carbon atoms, a substituted or unsubstituted aryloxyi group having 
5 to 50 carbon atoms and preferably 5 to 18 carbon atoms, a substituted or unsubstituted arylamino group having 5 
to 50 carbon atoms and preferably 5 to 18 carbon atoms or a substituted or unsubstituted alkylamino group having 1 
to 20 carbon atoms and preferably 1 to 6 carbon atoms. 

[0018] Examples of the substituted or unsubstituted alkyl group represented by Ar 15 to Ar 18 include methyl group, 
ethyl group, propyl group, isopropyl group, butyl group, sec-butyl group, tert -butyl group, pentyl group, hexyl group, 
heptyl group, octyl group, stearyl group, 2-phenylisopropyl group, trichloromethyl group, trifluoromethyl group, benzyl 
group, a-phenoxybenzyl group, a.a-dimethylbenzyl group, a,a-methylphenylbenzyl group, a,a-ditrifluoromethyibenzyl 
group, triphenylmethyl group and a-benzyloxybenzyl group. 

[0019] Examples of the substituted or unsubstituted aryl group represented by Ar 15 to Ar 18 include phenyl group, 
2-methylphenyl group, 3-methylphenyl group, 4-methylphenyl group, 4-ethylphenyl group, biphenyl group, 4-methyl- 
biphenyl group, 4-ethylbiphenyl group, 4-cyclohexylbiphenyl group, terphenyl group, 3,5-dichlorophenyl group, naph- 
thyl group, 5-methylnaphthyl group, anthryl group and pyrenyl group. 

[0020] Examples of the substituted or unsubstituted aralkyl group represented by Ar 15 to Ar 18 include benzyl group, 
1-phenylethyl group, 2-phenylethyl group, 1-phenylisopropyl group, 2-phenylisopropyl group, phenyl-t-butyl group, a- 
naphthylmethyl group, 1 -a-naphthylethyl group, 2-a-naphthylethyl group, 1 -cc-naphthylisopropyl group, 2-a-naphthyl- 
isopropyl group, p-naphthylmethyl group, 1 -(*-naphthylethyl group, 2-^-naphthylethyl group, 1-|J-naphthylisopropyl 
group, 2-p-naphthylisopropyl group, 1-pyrrolylmethyl group, 2-(1-pyrrolyl)ethyl group, p-methylbenzyl group, m-meth- 
ylbenzyl group, o-methylbenzyl group, p-chlorobenzyl group, m-chlorobenzyl group, o-chlorobenzyl group, p-bro- 
mobenzyl group, m-bromobenzyl group, o-bromobenzyt group, p-iodobenzyl group, m-iodobenzyl group, o-iodobenzyl 
group, p-hydroxybenzyl group, m-hydroxybenzyl group, o-hydroxybenzyl group, p-aminobenzyl group, m-aminobenzyl 
group, o-aminobenzyl group, p-nitrobenzyl group, m-nitrobenzyl group, o-nitrobenzyl group, p-cyanobenzyl group, m- 
cyanobenzyl group, o-cyanobenzyl group, 1-hydroxy-2-phenylisopropyl group and 1 -chloro-2-phenylisopropyl group. 
[0021 ] Examples of the substituted or unsubstituted cycloalkyl group represented by Ar 15 to Ar 1 8 include cyclo propyl 
group, cyclobutyl group, cyclopentyl group and cyclo hexyl group. 

[0022] Examples of the substituted or unsubstituted alkoxyl group represented by Ar 15 to Ar 18 include methoxyl 
group, ethoxyl group, propoxyl group, isopropoxyl group, butoxyl group, isobutoxyl group, sec-butoxyl group, tert-bu- 
toxyl group, various types of pentyloxyl groups and various types of hexyloxyl groups. 

[0023] Examples of the substituted or unsubstituted aryloxyi group represented by Ar 15 to Ar 18 include phenoxyi 
group, tolyloxyl group and naphthyloxyl group. 

[0024] Examples of the substituted or unsubstituted arylamino group represented by Ar 15 to Ar 18 include diphe- 
nylamino group, dltolylamino group, dinaphthylamino group and naphthylphenylamino group. 
[0025] Examples of the substituted or unsubstituted alkylamino group represented by Ar 15 to Ar 18 include dimethyl- 
amino group, diethylamino group and dihexylamino group. 

[0026] In general formula (V-a), g, h, i and j each represent an integer of 0 to 5 and preferably an integer of 0 to 2. 
Atoms and groups represented by a plurality of Ar 15 to Ar 18 may be the same with or different from each other and 
may be bonded to each other to form a saturated or unsaturated ring when g, h, i and j each represent an Integer of 
2 or greater, n represents an integer of 0 to 3. At least one of Ar 15 to Ar 18 represents a substituted or unsubstituted 
secondary or tertiary alkyl group having 3 to 1 0 carbon atoms. Examples of the secondary or tertiary alkyl group include 
the secondary and tertiary alkyl groups among the groups described as the examples of the alkyl group represented 
byAristoAr^ 8 . 

[0027] As the arylamlne compound represented by general formula (V), arylamine compounds represented by the 
following general formula (V-b): 
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wherein X 3 , Ar 15 to Ar 18 , g, h, i and j are as defined in general formula (V-a), and atoms and groups represented by a 
plurality of Ar 15 to Ar 18 may be the same with or different from each other and may be bonded to each other to form a 
saturated or unsaturated ring when g, h, i and j each represent an integer of 2 or greater, are also preferable. 
[0028] In general formula (V-b), R 24 and R 25 each Independently represent hydrogen atom, a substituted or unsub- 

5 stituted alkyl group having 1 to 10 carbon atoms and preferably 1 to 6 carbon atoms, a substituted or unsubstituted 
aryl group having 6 to 20 carbon atoms and preferably 6 to 14 carbon atoms, a substituted or unsubstituted aralkyl 
group having 7 to 50 carbon atoms and preferably 7 to 40 carbon atoms, a substituted or unsubstituted alkoxyl group 
having 1 to 50 carbon atoms and preferably 1 to 6 carbon atoms or a substituted or unsubstituted aryloxyl group having 
5 to 50 carbon atoms and preferably 5 to 18 carbon atoms. 

10 [0029] Examples of the groups represented by R 24 and R 25 include the groups in which the number of carbon atoms 
is within the above range among the groups described as the examples of the groups represented by Ar 15 to Ar 18 . 
[0030J At least one of R 24 and R 25 represents a substituted or unsubstituted secondary or tertiary alkyl group having 
3 to 1 0 carbon atoms. Examples of the secondary or tertiary alkyl group include the secondary and tertiary alkyl groups 
among the groups described as the examples of the alkyl group represented by Ar 15 to Ar 18 . 

is [0031] In general formula (V-b), k and m each represent an integer of 0 to 2. 

[0032] In the present invention, the arylamine compound of component (A) may be used singly or in combination of 
two or more. 

[0033] Examples of the substituent in the compounds represented by general formulae (V), (V-a) and (V-b) include 
alkyl groups having 1 to 6 carbon atoms, cycloalkyl groups having 3 to 6 carbon atoms, alkoxyl groups having 1 to 6 

20 carbon atoms, aryloxyl groups having 5 to 1 8 carbon atoms, aralkyloxyl groups having 7 to 1 8 carbon atoms, arylamino 
groups having 5 to 1 6 carbon atoms, nitro group, cyano group, ester groups having 1 to 6 carbon atoms and halogen 
atoms. Examples of the above groups and atoms include the atoms and groups described as the examples of the 
atoms and the groups represented by A 12 to A 14 in general formula (IV) described in the following. 
[0034] In the present invention, the compound of component (B) is at ieast one compound selected from [1 ] anthra- 

2s cene derivatives represented by the following general formula (I), [2] anthracene derivatives represented by the fol- 
lowing general formula (II), [3] spirofluorene derivatives represented by the following general formula (III), [4] com- 
pounds having condensed rings represented by the following general formula (IV) and [5] metal complex compounds 
shown in the following. 

[0035] It is preferable that the compound of component (B) is at least one compound selected from the anthracene 
30 derivatives represented by general formulae (I) and (II). 

[1] Anthracene derivatives represented by general formula (I): 

35 A 1 -L-A 2 (I) 

wherein A 1 and A 2 each independently represent a substituted or unsubstituted monophenylanthryl group or a 
substituted or unsubstituted diphenylanthryl group and may represent the same group or different groups, and L 
represents a single bond or a divalent bonding group. 
40 As the anthracene derivative represented by general formula (I), anthracene derivatives represented by the 

following general formula (l-a) and anthracene derivatives represented by the following general formula (l-b) are 
preferable. 
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10 



15 



(R ). 




(R 2 )b 



(I-a) 



In the above general formula (l-a), R 1 to R 10 each independently represent hydrogen atom, an alkyl group, a 
cycloalkyl group, an aryl group which may be substituted, an alkoxyl group, an aryloxyl group, an alkylamino group, 
an alkenyi group, an arylamino group or a heterocyclic group which may be substituted, a and b each represent 
so an integer of 1 to 5, atoms or groups represented by a plurality of R 1 and R 2 may be the same with or different 
from each other and may be bonded to each other to form a ring when a and b each represent an integer of 2 or 
greater, groups represented by combinations of R 3 and R 4 , R 5 and R G , R 7 and R 8 , and R 9 and R 10 may be bonded 
to each other to form a ring, and L 1 represents a single bond, -0-, -S-, -N(R)- (R representing an alkyl group or an 
aryl group which may be substituted), an alkylene group or an arylene group. 



30 




(I-b) 
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In the above general formula (I-b), R 11 to R 20 each independently represent hydrogen atom, an alkyl group, 
a cycloalkyl group, an aryl group which may be substituted, an alkoxyl group, an aryioxyl group, an alkylamino 
group, an arylamino group or a heterocyclic group which may be substituted, c, d, e and f each represent an integer 
of 1 to 5, atoms or groups represented by a plurality of R 11 , R 12 , R 16 and R 17 may be the same with or different 
from each other and may be bonded to each other to form a ring when c, d, e and f each represent an integer of 
2 or greater, groups represented by combinations of R 13 and R u , and R 18 and.R 19 may be bonded to each other 
to form a ring, and L 2 represents a single bond, -0«, -S-, -N(R)- (R representing an alkyl group or an aryl group 
which may be substituted), an alkylene group or an arylene group. 

That a group may be substituted means the group is substituted or unsubstituted. 

In the above general formulae (l-a) and (I-b), among the groups represented by R 1 to R 20 , alkyl groups having 
1 to 6 carbon atoms, cycloalkyl groups having 3 to 6 carbon atoms, aryl groups having 5 to 18 carbon atoms, 
alkoxyl groups having 1 to 6 carbon atoms, aryloxyl groups having 5 to 1 8 carbon atoms and alkenyi groups having 
1 to 6 carbon atoms are preferable; amino groups substituted with an aryl group having 5 to 1 6 carton atoms are 
preferable as the arylamino group; and triazole group oxadiazole group, quinoxaline group, furanyl group and 
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thienyl group are preferable as the heterocyclic groups. 

As the alkyl group represented by R in -N(R)- which is represented by L 1 and L 2 alkyl groups having 1 to 6 
carbon atoms, alkylene groups having 1 to 20 carbon atoms and aryl groups having 5 to 1 8 carbon atoms are 
preferable. 

[2] Anthracene derivatives represented by general formula (II): 

A 3 -An-A 4 (II) 

wherein An represents a substituted or unsubstftuted divalent anthracene residue group, A 3 and A 4 each inde- 
pendently represent a substituted or unsubstituted any! group having 6 to 40 carbon atoms, at least one of A 3 and 
A 4 represents a substituted or unsubstituted monovalent condensed aromatic ring or a substituted or unsubstituted 
aryl group having 1 0 or more carbon atoms, and A 3 and A 4 may represent the same group or different groups. 

Examples of the aryl group represented by A 3 and A 4 include phenyl group, 2-methyf phenyl group, 3-methyl- 
phenyl group, 4-methylphenyl group, 4-ethylphenyl group, biphenyl group, 4-methylblphenyl group, 4-ethylbiphenyl 
group, 4-cyclohexylbiphenyl group, terphenyl group, 3,5-dichlorophenyl group and condensed aromatic ring groups 
which are residue groups derived from naphthalene, phenanthrene, fluoranthene, anthracene, pyrene, perylene, 
coronene, chrysene, picene, fiuorene, terphenyl, diphenylanthracene, biphenyl, carbazole,triphenylene, rubicene 5 
benzoanthracene, phenylanthracene, bisanthracene, dianthracenylbenzene and dibenzoanthracene, which may 
be substituted or unsubstituted. 

As the anthracene derivative represented by the above general formula (II), anthracene derivatives represent- 
ed by the following general formula (I I -a): 

X 1 -An-X 2 (ll-a) 

wherein An represents a substituted or unsubstituted divalent anthracene residue group and X 1 and X 2 each in- 
dependently represent a monovalent residue group derived from naphthalene, phenanthrene, fluoranthene, an- 
thracene, pyrene, perylene, coronene, chrysene, picene, diphenylanthracene, carbazole, triphenylene, rubicene, 
benzoanthracene, phenylanthracene, bisanthracene, dianthracenylbenzene or dibenzoanthracene, which maybe 
substituted or unsubstituted, are preferable. 
[3] Spirofluorene derivatives represented by general formula (III): 

A 6 
I 

A fi -Ar 1 —A 6 



wherein Ar 1 represents a substituted or unsubstituted spirofluorene residue group, A 5 to A 8 each independently 
represent a substituted or unsubstituted aryl group having 6 to 40 carbon atoms. 

Examples of the substituted or unsubstituted aryl group represented by A 5 to A 8 in the above general formula 
(III) include phenyl group, 2-methylphenyl group, 3-methylphenyl group, 4-methylphenyl group, 4-ethylphenyl 
group, biphenyl group, 4-methylbiphenyl group, 4-ethylbiphenyl group, 4-cyclohexylbiphenyl group, terphenyl 
group, 3,5-dichlorophenyl group, naphthyl group, 5-methylnaphthyl group, anthryl group and pyrenyl group. 

As the spirofluorene derivative represented by the above general formula (III), spirofluorene derivatives rep- 
resented by the following general formula (lll-a): 
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(lll-a) 



wherein A 5 to A 8 each independently represent a substituted or unsubstituted biphenyl group or a substituted or 
uneubstituted naphthyi group, are preferable. 

[4] Compounds having condensed rings represented by general formula (IV): 




wherein Ar 2 represents a substituted or unsubstituted aromatic ring group having 6 to 40 carbon atoms, A 9 to A 11 
each independently represent a substituted or unsubstituted arylene group having 6 to 40 carbon atoms, A 12 to 
A 14 each independently represent hydrogen atom, an alky I group having 1 to 6 carbon atoms, a cycloalkyl group 
having 3 to 6 carbon atoms, an alkoxyl group having 1 to 6 carbon atoms, an aryloxy group having 5 to 18 carbon 
atoms, an araikyloxyl group having 7 to 18 carbon atoms, an arylamlno group having 5 to 16 carbon atoms, nltro 
group, cyano group, an ester group having 1 to 6 carbon atoms or a halogen atom, and at least one of A 9 to A 14 
represents a group having condensed aromatic rings. 

Examples of the aromatic ring group represented by Ar 2 include residue groups derived from benzene, biphe- 
nyl, terphenyl, phenanthrene, fluoranthene, anthracene, pyrene, perylene, coronene, chrysene, picene, fluorene, 
carbazole, rubicene, benzoanthracene and dibenzoanthracene. 

Examples of the arylene group represented by A 9 to A 11 include divalent residue groups derived from the 
aromatic compounds described above as the examples of the aromatic ring group represented by Ar 2 . 

Examples of the alkyl group having 1 to 6 carbon atoms represented by A 12 to A 14 include methyl group, ethyl 
group, propyl group, isopropyl group, butyl group, isobutyl group, sec-butyl group, tert-butyl group, various types 
of pentyl group and various types of hexyl group. 

Examples of the cycloalkyl group having 3 to 6 carbon atoms represented by A 12 to A 14 include cyclopropyl 
group, cyclobutyi group, cyclopentyl group and cydohexyl group. 

Examples of the alkoxyl group having 1 to 6 carbon atoms represented by A 12 to A 14 include methoxyl group, 
ethoxyl group, propoxyl group, Isopropoxyl group, butoxyi group, Isobutoxyl group, sec-butoxyl group, tert-butoxyl 
group, various types of pentyioxyl groups and various types of hexyloxyl groups. 

Examples of the aryloxy I group having 5 to 1 8 carbon atoms represented by A 12 to A 14 include phenoxyl group, 
tolyloxyl group and naphthyloxyl group. 

Examples of the araikyloxyl group having 7 to 18 carbon atoms represented by A 12 to A 14 include benzyloxyl 
group, phenetyloxyl group and naphthylmethoxyl group. 

Examples of the arylamino group having 5 to 1 6 carbon atoms represented by A 12 to A 14 include diphenylamino 
group, ditolylamino group, dinaphthylamino group and naphthylphenylamino group. 

Examples of the ester group having 1 to 6 carbon atoms represented by A 12 to A 14 include methoxycarbonyl 
group, ethoxycarbonyl group, propoxycarbonyl group and isopropoxycarbony! group. 

Examples of the halogen atoms represented by A 12 to A 14 include fluorine atom, chlorine atom and bromine 
atom. The aryl group in the present invention includes styrylphenyl group, styrylbiphenyl group and styrylnaphthyl 
group. 

As the compound having condensed rings represented by general formula (IV), compounds having condensed 
rings represented by the following general formula (IV-a): 
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(Iv-a) 



wherein A 9 to A 14 are as defined above, R 21 to R 23 each independently represent hydrogen atom, an alkyl group 
having 1 to 6 carbon atoms, a cycloalkyl group having 3 to 6 carbon atoms, an alkoxyl group having 1 to 6 carbon 
atoms, an aryloxyl group having 5 to 18 carbon atoms, an aralkyloxyl group having 7 to 18 carbon atoms, an 
arylamino group having 5 to 1 6 carbon atoms, nitro group, cyano group, an ester group having 1 to 6 carbon atoms 
or a halogen atom, and at least one of A 9 to A u represents a group having condensed aromatic rings having at 
least 3 rings, are preferable. 

Examples of the groups represented by R 21 to R 23 include the groups described as the examples of the groups 
represented by A 12 to A 14 In general formula (IV). 

Examples of the substituent in the compounds represented by the above general formulae (I) to (IV), (I -a), (I- 
b), (ll-a), (lll-a) and (iV-a) include alkyl groups having 1 to 6 carbon atoms, cycloalkyl groups having 3 to 6 carbon 
atoms, alkoxyi groups having 1 to 6 carbon atoms, aryloxyl groups having 5 to 1 8 carbon atoms, aralkyloxyl groups 
having 7 to 18 carbon atoms, arylamino groups having 5 to 16 carbon atoms, nitro group, cyano group, ester 
groups having 1 to 6 carbon atoms and halogen atoms. Specific examples of the above substituent include the 
substituents described as the examples of the substituents for the groups represented by A 12 to A 14 in the above 
general formula (IV). 
[5] Metal complex compounds 

Examples of the metal complex compound described above include 8-hydroxyquinolinatolithium, bis(8-hy- 
droxyquinolinatojzinc, bis(8-hydroxyquinolinato)copper, bis(8-hydroxyqulnolinato)manganese, trls(8-hydroxyqui- 
nolinato)aluminum, tris(2-methyl-8-hydroxyquinolinato)-atuminum, tris(8-hydroxyquinolinato)gallium, bis(1 0-hy- 
droxybenzo[hl-quinofmato)beryllium, bis(10-hydroxybenzo[h]quinolinato)zinc, bis(2-methyl-8-hydroxyquinolinato) 
chlorogallium, bis(2-methyl-8-hydroxy-quinolinato)(o-cresolato)galIium, bls(2-methyl-8-hydroxyquinolinato)- 
(l-naphtholato)aluminum and bls(2-methyl-8-hydroxyquinolinato)- (2-naphtholate)galHum. Among these com- 
pounds, aluminum chelate complex compounds such as tris(8-hydroxyquinolinato)aluminum, tris(2-methyl-8-hy- 
droxyquinolinato)aluminum and bis(2-methyl-8-hydroxyquinolinato)(1-naphtholato)aluminum are preferable. 

[0036] In the present invention, the anthracene derivative of component (B) may be used singly or in combination 
of two or more. 

[0037] Specific examples of the anthracene derivative represented by the above general formula (l-a) are shown in 
the following. 
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[0038] Specific examples of the anthracene derivative represented by the above general formula (l-b) are shown In 
the following. 
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[0039J Specific examples of the anthracene derivatives represented by the above general formula (ll-a) are shown 
in the following. 
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[0040] Specific examples of the spirofluorene derivative represented by the above general formula (lll-a) are shown 
in the following. 

[0041] Specific examples of the compound having condensed rings represented by the above general formula (IV- 
a) are shown in the following. 
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[0042] Specific examples of the arylamine compounds represented by the above general formulae (V), (V-a) and (V- 
b) are shown in the following. 
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55 

[0043] In the present invention, the ratio of the amount by weight of the arylamine of component (A) to the amount 
by weight of the anthracene derivative of component (B) in the layer of an organic light emitting medium is in the range 
of 1 :99 to 99:1. It is preferable that the ratio of the amounts is suitably selected in accordance with the type of the 
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compounds used, ft is more preferable that, taking it into consideration that the compound of component (A) has the 
hole transporting property and the compound of component (B) has the electron transportation property, the ratio of 
the amounts is selected in a manner such that the life and the efficiency of the obtained device are maximized. 
[0044] It is preferable that the ratio of the amount by weight of component (A) to the amount by weight of component 

5 (B) is in the range of 1 :99 to 20:80. A particularly high efficiency can be obtained in this range. 

[0045J It is preferable that the layer of an organic light emitting medium has a thickness in the range of 5 to 200 nm 
and more preferably in the range of 1 0 to 40 nm since the voltage applied to the device can be lowered to a great extent. 
[0046] Due to the use of component (A) in combination with component (A) for the layer of an organic light emitting 
medium, the efficiency can be increased by 3 to 5 times as much as the efficiency obtained by using component (A) 

10 alone and the life can be increased by at least 3 times, and by at least 10 times when optimized, as long as the life 
obtained by using component (A) alone. 

[0047] Due to the use of the arylamine represented by general formula (V) as component (A), the concentration 
quenching due to an increase In the association of molecules can be prevented since the steric hindrance increases 
and the life can be further increased. When a branched alkyl group is introduced into the substituent of amino group 
15 or the condensed aromatic ring, the half width of the spectrum of the emitted light which can be used as the index for 
the purity of color is decreased since the steric repulsion between the condensed aromatic ring and the substituent of 
amino group is increased and the spectrum of the emitted light becomes sharp. Therefore, the obtained device is 
suitable for full color displays. 

[0048] Due to the use of component (A) and component (B) in combination, the stability and the heat resistance are 
20 improved since the layer of an organic light emitting layer becomes more amorphous. It is preferable that the compound 
of component (B) has a glass transition temperature of 110°C or higher. It is also preferable that the compound of 
component (A) has a glass transition temperature of 70°C or higher. By mixing the compounds having the above glass 
transition temperatures, the glass transition temperature of the layer of an organic light emitting medium can be made 
90° C or higher and a durability in storage of 500 hours or longer at 85° C can be achieved. 
25 [0049] The organic EL device of the present invention comprises the layer of an organic light emitting medium (re- 
ferred to as the light emitting medium layer, hereinafter) which comprises the combination of component (A) and com- 
ponent (B) and is disposed between a pair of electrodes. In the organic EL device of the present invention, It is preferable 
that various intermediate layers are disposed between the electrodes and the light emitting medium layer. Examples 
of the intermediate layer include a hole injecting layer, a hole transporting layer, an electron injecting layer and an 
30 electron transporting layer. It is known that various organic and inorganic compounds can be used for these layers. 
[0050] Typical examples of the construction of the organic EL device include: 

(1) An anode / a light emitting layer / a cathode; 

(2) An anode / a hole injecting layer / a light emitting layer / a cathode; 

35 (3) An anode / a light emitting layer / an electron injecting layer / a cathode; 

(4) An anode / a hole injecting layer / a light emitting layer / an electron injecting layer / a cathode; 

(5) An anode / an organic semiconductor layer / a light emitting layer / a cathode; 

(6) An anode / an organic semiconductor layer / an electron barrier layer / a light emitting layer / a cathode; 

(7) An anode / an organic semiconductor layer / a light emitting layer / an adhesion improving layer / a cathode; 
*o (8) An anode / a hole injecting layer / a hole transporting layer / a light emitting layer / an electron injecting layer/ 

a cathode; 

(9) An anode / an insulating layer / a light emitting layer / an insulating layer / a cathode; 

(10) An anode / an inorganic semiconductor layer / an insulating layer / a light emitting layer / an insulating layer 
/ a cathode; 

*5 (11) An anode /an organic semiconductor layer /an insulating layer /a light emitting layer /an insulating layer / a 
cathode; 

(12) An anode / an insulating layer / a hole injecting layer / a hole transporting layer / a light emitting layer / an 
insulating layer / a cathode; and 

(13) An anode / an insulating layer / a hole injecting layer / a hole transporting layer / a light emitting layer / an 
so electron injecting layer / a cathode. 

[0051] Among the above constructions, construction (8) is preferable. However, the construction of the organic EL 
device is not limited to the above examples. 

[0052] In general, the organic EL device is prepared on a substrate which transmits light. The substrate which trans- 
55 mits light is the substrate which supports the organic EL device. It Is preferable that the substrate wh Ich transmits light 
has a transm ittance of light of 50% or greater in the visible region of 400 to 700 nm. It is also preferable that a flat and 
smooth substrate is used. 

[0053] As the substrate which transmits light, for example, glass plates and synthetic resin plates are advantageously 
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used. Specific examples of the glass plate include plates made of soda ash glass, glass containing barium and stron- 
tium, lead glass, aluminosilicate glass, borosilicate glass, barium borosilicate glass and quartz. Specific examples of 
the synthetic resin plates include plates made of polycarbonate resins, acrylic resins, polyethylene terephthalate resins, 
polyether sulfide resins and polysulfone resins. 

5 [0054] As the anode, an electrode made of a material such as a metal , an alloy, a conductive compound and a mixture 
of these materials which has a great work function (4 eV or more) is preferably used. Specific examples of the material 
for the anode include metals such as Au and conductive materials such as Cul, ITO (indium tin oxide), Sn0 2 , ZnO and 
In-Zn-O. The anode can be prepared by forming a thin film of the electrode material described above in accordance 
with a process such as the vapor deposition process and the sputtering process. When the light emitted from the light 

10 emitting layer is obtained through the anode, it is preferable that the anode has a transmittance of the emitted light 
greater than 10%. It is also preferable that the sheet resistivity of the anode is several hundred Q/Oor smaller. The 
thickness of the anode is, in general, selected in the range of 1 0 nm to 1 u,m and preferably in the range of 1 0 to 200 
nm although the preferable range may be different depending on the used material. 

[0055] As the cathode, an electrode made of a material such as a metal, an alloy, a conductive compound and a 
is mixture of these materials which has a small work function (4 eV or smaller) is used. Specific examples of the material 
for the cathode include sodium, sodium-potassium alloys, magnesium, lithium, magnesium-silver alloys, aluminum/ 
aluminum oxide, Al/Li 2 0, Al/Li0 2 , AI/LiF, aluminum-lithium alloys, indium and rare earth metals. 
[0056] The cathode can be prepared by forming a thin film of the electrode material described above in accordance 
with a process such as the vapor deposition process and the sputtering process. 
20 [0057] When the light emitted from the light emitting medium layer is obtained through the cathode, it is preferable 
that the cathode has a transmittance of the emitted light greaterthan 1 0 %. It is also preferable that the sheet resistivity 
of the cathode is several hundred fi/D or smaller. The thickness of the cathode Is, in general, selected in the range of 
10 nm to 1 urn and preferably in the range of 50 to 200 nm although the preferable range may be different depending 
on the material used. 

2s [0058] In the organic EL device of the present invention, it is preferable that a layer of a chalcogenide, a metal halide 
or a metal oxide (this layer may occasionally be referred to as a surface layer) is disposed on the surface of at least 
one of the pair of electrodes prepared as described above. Specifically, It is preferable that a layer of a chalcogenide 
(including an oxide) of a metal such as silicon and aluminum is disposed on the surface of the anode at the side of the 
light emitting medium layer and a layer of a metal halide or a metal oxide is disposed on the surface of the cathode at 

30 the side of the light emitting medium layer. Due to the above layers, stability in driving can be improved. 

[0059] Preferable examples of the chalcogenide include SiO x (1^x^2), AIO x (1^x^1 .5), SiON and SiAION. Prefer- 
able examples of the metal halide include LIF, MgF 2 , CaF 2 and fluorides of rare earth metals. Preferable examples of 
the metal oxide include C^O, LfeO, MgO, SrO, BaO and CaO. 

[0060] I n the organic EL device of the present invention, the electron transporting property and the hole transporting 
35 property of the light emitting medium layer are simultaneously improved by suitably adjusting the relative amounts of 
component (A) and component (B) described above and the above intermediate layers such as the hole injecting layer, 
the hole transporting layer and the electron injecting layer can be omitted. In this case, it is preferable that the surface 
layer described above is disposed. 

[0061] In the organic EL device of the present invention, it is preferable that a mixed region of an electron transfer 
40 compound and a reducing dopant or a mixed region of a hole transfer compound and an oxidizing dopant is disposed 
on the surface of at least one of the pair of electrodes prepared as described above. Due to the mixed region disposed 
as described above, the electron transfer compound is reduced to form an anion and injection and transportation of 
electrons from the mixed region into the light emitting medium can be facilitated. The hole transfer compound is oxidized 
to form a cation and injection and transportation of holes from the mixed region into the light emitting medium isfacil- 
« itated. Preferable examples of the oxidizing dopant include various types of Lewis acid and acceptor compounds. 
Preferable examples of the reducing dopant include alkali metals, compounds of alkali metals, alkaline earth metals, 
rare earth metals and compounds of these metaJs. 

[0062] In the organic EL device of the present invention, the light emitting medium layer has the following functions: 

so (1) The Injecting function: the function of injecting holes from the anode or the hole injecting layer and injecting 
electrons from the cathode or the electron injecting layer when an electric field is applied; 

(2) The transporting function: the function of transporting injected charges (electrons and holes) by the force of 
the electric field; and 

(3) The light emitting function: the function of providing the field for recombination of electrons and holes and 
55 leading the recombination to the emission of light. 

[0063] As the process for forming the light emitting medium layer, a conventional process such as the vapor deposition 
process, the spin coating process and the Langmuir-Blodgett process (the LB process) can be used, it is particularly 
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preferable that the organic light emitting medium layer is a molecular deposit film. The molecular deposit film is a thin 
film formed by deposition of a material compound in the gas phase or a thin film formed by solidification of a material 
compound in a solution or in the liquid phase. In general, the molecular deposit film can be distinguished from the thin 
film formed In accordance with the LB process (the molecular accumulation film) based on the differences in the ag- 
s gregation structure and higher order structures and functional differences caused by these structural differences. 
[0064] As disclosed in Japanese Patent Application Laid-Open No. Showa 57(1 982)-51 781 , the light emitting medium 
layer can also be formed by dissolving a binder such as a resin and the material compounds into a solvent to prepare 
a solution, followed by forming a thin film from the prepared solution in accordance with the spin coating process or 
the like. 

10 [0065] In the present invention, where desired, the light emitting medium layer may comprise conventional organic 
light emitting media other than component (A) and component (B) described above or the light emitting medium layer 
comprising the compounds described in the present invention may be laminated with a light emitting medium layer 
comprising other conventional organic light emitting media as long as the object of the present invention Is not adversely 
affected. 

is [0066] The hole injecting layer and the hole transporting layer are layers which help injection of holes into the light 
emitting medium layer and transport the holes to the light emitting region. The layers exhibit a great mobility of holes 
and, in general, have an ionization energy as small as 5.5 eV or smaller. For the hole injecting layer and the hole 
transporting layer, a material which transports holes to the light emitting medium layer at a small electric field strength 
is preferable. A material which exhibits, for example, a mobility of holes of at least 10' 6 crr^A/'Sec under application 

20 of an electric field of 1 0 4 to 1 0 6 V/cm is more preferable. A material can be selected from materials which are conven- 
tionally used as the charge transporting material of holes in photoconductive materials and conventional materials 
which are used for the hole injecting layer In organic EL devices. 

[0067] To form the hole injecting layer or the hole transporting layer, a thin film may be formed from a material for 
the hole injecting layer or the hole transporting layer, respectively, in accordance with a conventional process such as 
25 the vacuum vapor deposition process, the spin coating process, the casting process and the LB process. The thickness 
of the hole injecting layer and the hole transporting layer is not particularly limited. In general, the thickness is 5 nm to 
5 u.m 

[0068] The electron injection layer is a layer which helps injection of electrons into the light emitting medium layer 
and exhibits a great mobility of electrons. The adhesion improving layer is a layer made of a material exhibiting excellent 
30 adhesion with the cathode among the electron injecting layer. As the material for the electron injecting layer, metal 
complexes of 8-hydroxyquinoline and derivatives thereof are preferably used. Specific examples of the metal complex 
of 8-hydroxyquinoline and derivatives thereof Include metal chelates of oxinoid compounds including chelates of oxlne 
(in general, 8-quinolinol or 8-hydroxyquinoline). For example, tris(8-quinolinol)aiuminum can be used as the electron 
injecting material. 

35 [0069] The organic EL device of the present invention tends to form defects in pixels due to leak and short circuit 
since an electric field is applied to ultra-thin films. To prevent the formation of the defects, a layer of an insulating thin 
film may be inserted between the pair of electrodes. 

[0070] Examples of the material used for the insulating layer include aluminum oxide, lithium fluoride, lithium oxide, 
cesium fluoride, cesium oxide, magnesium oxide, magnesium fluoride, calcium oxide, calcium fluoride, aluminum ni- 
*o tride, titanium oxide, silicon oxide, germanium oxide, silicon nitride, boron nitride, molybdenum oxide, ruthenium oxide 
and vanadium oxide. Mixtures and laminates of the above compounds can also be used. 

[0071] To prepare the organic EL device of the present invention, for example, the anode, the light emitting medium 
layer and, where necessary, the hole injecting layer and the electron injecting layer are formed in accordance with the 
above process using the above materials and the cathode is formed in the last step. The organic EL device may be 
45 prepared by forming the above layers in the order reverse to that described above, i.e., the cathode being formed in 
the first step and the anode in the last step. 

[0072] An embodiment of the process for preparing an organic EL device having a construction in which an anode, 
a hole injecting layer, a light emitting medium layer, an electron injecting layer and a cathode are disposed successively 
on a substrate which transmits light will be described in the following. 

so [0073] On a suitable substrate which transmits light, a thin film made of a material for the anode is formed in accord- 
ance with the vapor deposition process or the sputtering process so that the thickness of the formed thin film is 1 urn 
or smaller and preferably in the range of 1 0 to 200 nm. The formed thin film is used as the anode. Then, a hole injecting 
layer is formed on the anode. The hole injecting layer can be formed in accordance with the vacuum vapor deposition 
process, the spin coating process, the casting process or the LB process, as described above. The vacuum vapor 

55 deposition process is preferable because a uniform film can be easily obtained and the possibility of formation of pin 
holes is small. When the hole injecting layer is formed in accordance with the vacuum vapor deposition process, in 
general, it is preferable that the conditions are suitably selected in the following ranges: the temperature of the source 
of the deposition: 50 to 450°C; the vacuum: 10* 7 to 10' 3 Torr; the rate of deposition: 0.01 to 50 nm/second; the tem- 
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perature of the substrate: -50 to 300°C and the thickness of the film: 5 nm to 5 urn; although the conditions of the 
vacuum vapor deposition are different depending on the used compound (the material for the hole injecting layer) and 
the crystal structure and the recombination structure of the hole injecting layer to be formed. 
[0074] Then, the light emitting medium layer Is formed on the hole injecting layer formed above. Using the organic 

5 light emitting medium described in the present invention, a thin film of the organic light emitting medium can be formed 
in accordance with the vacuum vapor deposition process, the sputtering process, the spin coating process or the 
casting process and the formed thin film is used as the light emitting medium layer. The vacuum vapor, deposition 
process is preferable because a uniform film can be easily obtained and the possibility of formation of pin holes is 
small. When the light emitting medium layer is formed in accordance with the vacuum vapor deposition process, in 

10 general, the conditions of the vacuum vapor deposition process can be selected in the same ranges as those described 
for the vacuum vapor deposition of the hole injecting layer although the conditions are different depending on the used 
compound. It is preferable that the thickness is in the range of 1 0 to 40 nm. 

[0075] An electron injecting layer is formed on the light emitting medium layer formed above. Similarly to the hole 
injecting layer and the light emitting medium layer, it is preferable that the electron injecting layer is formed in accordance 
15 with the vacuum vapor deposition process since a uniform film must be obtained. The conditions of the vacuum vapor 
deposition can be selected in the same ranges as those described for the vacuum vapor deposition of the hole injecting 
layer and the light emitting medium layer. 

[0076] A cathode is formed on the electron injecting layer formed above in the last step and an organic EL device 
can be obtained. The cathode is made of a metal and can be formed in accordance with the vacuum vapor deposition 
20 process or the sputtering process. It is preferable that the vacuum vapor deposition process is used in order to prevent 
formation of damages on the lower organic layers during the formation of the film. 

[0077] In the above preparation of the organic EL device, it is preferable that the above layers from the anode to the 

cathode are formed successively while the preparation system is kept in a vacuum after being evacuated. 

[0078] The organic EL device which can be prepared as described above emits light when a direct voltage of 3 to 

25 40 V is applied in the condition that the anode is connected to a positive electrode (+) and the cathode is connected 
to a negative electrode (-). When the connection is reversed, no electric current is observed and no light is emitted at 
all. When an alternating voltage is applied to the organic EL device, light emission Is observed only In the condition 
that the polarity of the anode is positive and the polarity of the cathode is negative. When an alternating voltage is 
applied to the organic EL device, any type of wave shape can be used. 

30 [0079] The present invention also provides the organic light emitting medium comprising component (A) and com- 
ponent (B) described above. The organic light emitting medium is advantageously used for the organic electrolumi- 
nescence device having excellent heat resistance and a long life and efficiently emitting bluish to yellowish light. 
[0080] The present invention will be described more specifically with reference to examples in the following. However, 
the present invention is not limited to the examples. 

35 

Example 1 

[0081] On a glass plate having a size of 25x75x1 .1 mm, a transparent electrode made of indium tin oxide and 
having a thickness of 120 nm was formed. After the glass substrate was cleaned by irradiation with ultraviolet light and 

to exposure to ozone, the glass substrate was placed in a vacuum vapor deposition apparatus. 

[0082] After N.N'-bis^-fdlphenylaminoJphenyll-N.N'-dlphenylbiphenyM^'-diamine was vapor deposited so that a 
hole injecting layer having a thickness of 60 nm was formed, N,N,N',N , -tetrakis(4-biphenyl)- 4,4'-benzidine was vapor 
deposited on the formed hole injecting layer so that a hole transporting layer having a thickness of 20 nm was formed. 
Then, compound (EM4) shown above as component (B) and compound (EM83) shown above as component (A) were 

45 simultaneously vapor deposited in amounts such that the ratio of the amount by weight of component (B) to the amount 
by weight of component (A) was 40:3 so that a light emitting layer having a thickness of 40 nm was formed. 
[0083] On the formed light emitting layer, tris(8-hydroxyquinolinato)-aluminum (Alq) was vapor deposited so that an 
electron injecting layer having a thickness of 20 nm was formed. Lithium fluoride (LiF) was vapor deposited so that a 
layer having a thickness of 0.3 nm was formed and then aluminum (Al) was vapor deposited so that a layer having a 

50 thickness of 150 nm was formed. The formed LIF/AI film worked as the cathode. An organic EL device was prepared 
as described above. 

[0084] The prepared organic EL device was tested by passing an electric current. Light emission of pure blue color 
(the half width: 42 nm) having a luminance of 205 cd/m 2 was obtained at a voltage of 6.5 V and a current density of 
10 mA/cm 2 . The device was tested by continuously passing a direct current at an initial luminance of 500 cd/m 2 and 
55 the half-life time was found to be 900 hours. 
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Examples 2 to 1 9 

[0085] Organic EL devices were prepared in accordance with the same procedures as those conducted in Example 
1 except that compounds shown In Table 1 were used as component (B) and component (A). The results of testing the 
5 obtained devices by passing an electric current at a current density of 1 0 mA/cm 2 are shown in Table 1 . The half-life 
times obtained by the test of continuous passage of a direct current at initial luminances shown in Table 1 are also 
shown in Table 1 . 

Comparative Example 1 

10 

[0086] An organic EL device was prepared in accordance with the same procedures as those conducted in Example 
1 except that a light emitting layer having a thickness of 40 nm was formed with compound (EM4) alone in place of 
the combination of compound (EM4) and compound (EM83) used In Example 1 . The results of testing the obtained 
device by passing an electric current at a current density of 10 mA/cm 2 are shown in Table 1 . The device was tested 
is by continuously passing a direct current at an initial luminance of 500 cd/m 2 and the halMife time was found to be as 
short as 90 hours. 

Comparative Example 2 

20 [0087] An organic EL device was prepared in accordance with the same procedures as those conducted in Example 
1 except that 4,4'-bis(diphenylamino)sti!bene (H2) was used in place of compound (EM83) used in Example 1. The 
results of testing the obtained device by passing an electric current at a current density of 10 mA/cm 2 are shown in 
Table 1 . The device was tested by continuously passing a direct current at an initial luminance of 500 cd/m 2 and the 
halMife time was found to be as short as 300 hours. 

25 

Comparative Example 3 

[0088] An organic EL device was prepared in accordance with the same procedures as those conducted in Example 
1 except that 2,5,8,11- tetra-t-butylperylene (H3) was used in place of compound (EM83) used in Example 1. The 
30 results of testing the obtained device by passing an electric current at a current density of 1 0 mA/cm 2 are shown in 
Table 1 . The device was tested by continuously passing a direct current at an initial luminance of 1 ,000 cd/m 2 and the 
halMife time was found to be as short as 200 hours. 

Comparative Example 4 

35 

[0089] An organic EL device was prepared in accordance with the same procedures as those conducted in Example 
1 except that N.N'^naphthalen^-yO.N.N'-diphenylbenzene (H4) was used in place of compound (EM83) used in 
Example 1 . The results of testing the obtained device by passing an electric current at a current density of 1 0 mA/cm 2 
are shown in Table 1 . The device was tested by continuously passing a direct current at an initial luminance of 500 cd/ 
40 m 2 and the halMife time was found to be as short as 200 hours. 

Comparative Example 5 

[0090] An organic EL device was prepared in accordance with the same procedures as those conducted in Example 
^5 11 except that 1 ,3-bis- [2-{4-N,N4diphenylamino)phenyl}vinyl]benzene (H5) was used in place of compound (EM98) 
used in Example 1 1 . The results of testing the obtained device by passing an electric current at a current density of 1 0 
mA/cm 2 are shown in Table 1 . The device was tested by continuously passing a direct current at an initial luminance 
of 1 ,000 cd/m 2 and the half-life time was found to be as short as 750 hours. 

so Example 20 

[0091] An organic EL device was prepared in accordance with the same procedures as those conducted in Example 
1 except that compounds shown in Table 2 were used as component (B) and component (A) and Alq:Cs/AI was used 
as the cathode. Alq:Cs/AI was a mixed layer containing Alq and Cs (cesium) metal as the electron transporting com- 
ss pounds In relative amounts by mole of 1 : 1 . The results of testing the obtained device by passing an electric current at 
a current density of 10 mA/cm 2 are shown in Table 2. The half-life time obtained by the test of continuous passage of 
a direct current at the initial luminance shown in Table 2 is also shown in Table 2. 
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Examples 21 and 22 

[0092] An organic EL device was prepared in accordance with the same procedures as those conducted in Example 
20 except that compounds shown in Table 2 were used as component (B) and component (A). The results of testing 
5 the obtained devices by passing an electric current at a current density of 1 0 mA/cm 2 are shown in Table 2. The half- 
life times obtained by the test of continuous passage of a direct current at initial luminances shown in Table 2 are also 
shown in Table 2. 



Table 1 - 1 
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Components of light emitting layer 


Voltage (V) 


Luminance of 


Efficiency of light 












emitted light (cd/ 


emission (cd/A) 












m2> 








component (B) 


component (A) 








15 


13 vq mn la 1 

example 1 




CIVIOO 


ft £ 








Example 2 


EM4 


EM110 


6.3 


310 


3.10 




Example 3 


EM5 


EM111 


6.0 


325 


3.25 




Example 4 


EMS 


EM77 


6.8 


195 


1.95 


20 


Example 5 


EM5 


EM117 


6.0 


295 


2.95 


Example 6 


EM27 


EM110 


6.5 


190 


1.90 




Example 7 


EM37 


EM111 


6.0 


180 


1.80 




Example 8 


EM43 


EM110 


6.2 


165 


1.65 




Example 9 


EM49 


EM111 


6.3 


170 


1.70 


25 


Fxamnle 10 


EM4 


EM60 


6.0 


350 


3.50 




Example 11 


EM4 


EM98 


6.0 


730 


7.30 




Example 12 


EM5 


EM60 


6.0 


345 


3.45 




Example 13 


EM5 


EM98 


6.0 


815 


8.15 


30 


Example 14 


EMS 


EM97 


6.5 


5 


5.50 


Example 15 


EM27 


EM98 


6.0 


355 


3.55 




Example 16 


EM42 


EM97 


6.5 


395 


3.95 




Example 17 


EM46 


EM98 


6.0 


500 


5.00 




Example 18 


EM4 


EM89 


7.0 


1050 


10.50 


35 


Example 19 


EM4 


EM94 


7.5 


950 


9.50 




Comparative 


EM4 


6.3 


90 


0.90 




Example 1 














Comparative 


EM4 


H2 


6.8 


105 


1.05 


40 


Example 2 














Comparative 


EM4 


H3 


6.5 


200 


2.00 




Example 3 














Comparative 


EM4 


H4 


7.0 


96 


0.96 




Example 4 












45 


Comparative 
Example 5 


EM4 


H5 


6.8 


510 


5.10 
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Color of emitted light 


Half width (nm) 


Half-life time (hour) 


Initial luminance (cd/m 2 ) 


Example 1 


pure blue 


42 


900 


500 


Example 2 


pure blue 


43 


2900 


500 


Example 3 


pure blue 


45 


3050 


500 


Example 4 


pure blue 


42 


680 


500 


Example 5 


pure blue 


44 


1000 


500 


Example 6 


pure blue 


44 


1150 


500 
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Table 1 - 2 (continued) 
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initial luminance ^cu/m j 


CXampio / 


pure oiue 






500 


Fvamnlfl ft 


pure uiuy 




you 


OUU 


Example 9 


pure blue 


45 


1100 


500 


Example 10 


blue 


40 


800 


1000 


Example 11 


blue 


50 


3100 


1000 


Example 12 


blue 


41 


700 


1000 


Example 13 


blue 


49 


3200 


1000 


Example 14 


blue 


48 


2950 


1000 


Example 15 


blue 


49 


1500 


1000 


Example 16 


blue 


49 


900 


1000 


Example 17 


blue 


50 


1000 


1000 


Example 18 


green 


68 


1050 


3000 


Example 1 9 


green 


65 


750 


3000 


Comparative 


pure blue 


45 


90 


500 


Example 1 










Comparative 


pure blue 


58 


300 


500 


Example 2 










Comparative 


green 


69 


200 


1000 


Example 3 










Comparative 


pure blue 


46 


100 


500 


Example 4 










Comparative 


blue 


62 


500 


1000 


Example 5 
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Components of light emitting layer 


Voltage 


Luminance of emitted 
light (cd/m2) 


Efficiency of light 
emission (cd/A) 


component (B) 


component (A) 


(V) 


Example 20 


EM32 


EM111 


5.0 


290 


2.90 


Example 21 


EM4 


EM 128 


6.5 


260 


2.60 


Example 22 


EMS 


EM 128 


6.0 


250 


2.50 


Example 23 


EM42 


EM128 


6.5 


155 


1.55 


Example 24 


EMS 


EM131 


6.7 


964 


9.64 


Example 25 


EMS 


EM 133 


6.5 


1015 


10.15 


Example 26 


EM43 


EM 139 


7.0 


950 


9.50 


Example 27 


EM5 


EM 139 


6.5 


2040 


20.40 


Example 28 


EM42 


EM144 


6.5 


1050 


10.50 


Example 29 


EM5 


EM144 


6.4 


2100 


21.00 


Example 30 


EM32 


EM144 


6.0 


1555 


15.60 


Example 31 


EM32 


EM 160 


6.5 


1430 


14.30 


Example 32 


EM32 


EM 189 


6.0 


980 


9.80 


Example 33 


Alq 


EM 139 


7.0 


1420 


14.20 


Example 34 


EM4 


EM215 


6.5 


340 


3.40 


Example 35 


EM5 


EM215 


6.5 


355 


3.55 


Example 36 


EM42 


EM215 


6.7 


185 


1.85 


Example 37 


EM4 


EM 195 


6.0 


1050 


10.50 


Example 38 


EM4 


EM 197 


6.4 


1030 


10.30 


Example 39 


EM5 


EM202 


6.5 


1870 


18.70 
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Table 2 - 1 (continued) 







Components of light emitting layer 


Voltage 


Luminance of emitted 
light (cd/m 2 ) 


Efficiency of light 
emission (cd/A) 


5 




component (B) 


component (A) 


(V) 








Example 40 


. EM5 


EM204 


6.5 


1850 


18.50 




Example 41 


EM5 


EM208 


6.9 


1350 


13.50 



Table2-2 





Color of emitted light 


Half width (nm) 


Half -life time (hour) 


Initial luminance (cd/m 2 ) 


Example 20 


pure blue 


44 


1300 


500 


Example 21 


pure blue 


43 


2100 


500 


Example 22 


pure blue 


43 


2350 


500 


Example 23 


pure blue 


44 


1000 


500 


Example 24 


blue 


49 


4000 


1000 


Example 25 


blue 


50 


4100 


1000 


Example 26 


green 


68 


900 


3000 


Example 27 


green 


67 


4500 


3000 


Example 28 


green 


67 


1100 


3000 


Example 29 


green 


68 


4750 


3000 


Example 30 


green 


68 


1050 


3000 


Example 31 


green 


64 


1800 


3000 


Example 32 


green 


65 


950 


3000 


Example 33 


green 


69 


1500 


3000 


Example 34 


pure blue 


44 


3500 


500 


Example 35 


pure blue 


44 


3950 


500 


Example 36 


pure blue 


43 


970 


500 


Example 37 


blue 


50 


4050 


1000 


Example 38 


blue 


49 


3950 


1000 


Example 39 


green 


68 


2100 


3000 


Example 40 


green 


68 


1950 


3000 


Example 41 


green 


65 


1500 


3000 



[0093] As shown in Table 1 and Table 2, the excellent efficiencies and the excellent lives could be achieved in the 
devices emitting green light, blue light and pure blue light, which was hard to obtain, as shown in Examples 1 to 41 . 
The above results were achieved since the light having more excellent purity of color could be emitted due to the 
decrease in the half width in comparison to those of the devices of Comparative Examples. 
[0094] In particular, the devices comprising the diaminoanthracene derivatives emitting green light, the diami- 
nopyrene derivatives emitting blue light and the diaminochrysene derivatives emitting pure blue light as component 
(A) exhibited more excellent efficiencies of light emission and lives In comparison to those of any of the devices of 
Comparative 

Examples. 

[0095] Since the anthracene derivative was used as component (B) and the diaminoanthracene derivative, the di- 
aminopyrene derivative or the diaminochrysene derivative was used as component (A), the most excellent efficiency 
of light emission and life could be achieved by the devices emitting green light, blue light and pure blue light. 

INDUSTRIAL APPLICABILITY 

[0096] In accordance with the present invention, the organic EL device which exhibits excellent purity of color, has 
excellent heat resistance and a long life and efficiently emits bluish to yellowish light and an organic light emitting 
medium which can be advantageously used for the organic electroluminescence device, can be provided. 
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[0097] The organic EL device can be advantageously used as the light emitting device in various types of display 
apparatuses and is particularly suitable for full color display apparatuses. 



s Claims 

1. An electroluminescence device comprising a pair of electrodes and a layer of an organic light emitting medium 
disposed between the pair of electrodes, wherein the layer of an organic light emitting medium comprises: 

10 (A) at least one compound selected from substituted and unsubstituted arylamines having 1 0 to 1 00 carbon 

atoms, and 

(B) at least one compound selected from: 

anthracene derivatives represented by following general formula (I): 

15 

A 1 -L-A 2 (I) 

wherein A 1 and A 2 each independently represent a substituted or unsubstituted monophenylanthryl group 
20 or a substituted or unsubstituted diphenylanthryl group and may represent a same group or different 

groups, and L represents a single bond or a divalent bonding group, 
anthracene derivatives represented by following general formula (II): 



25 A 3 -An-A 4 (II) 

wherein An represents a substituted or unsubstituted divalent anthracene residue group, A 3 and A 4 each 
independently represent a substituted or unsubstituted aryl group having 6 to 40 carbon atoms, at least 
one of A 3 and A 4 represents a substituted or unsubstituted monovalent condensed aromatic ring group 
30 or a substituted or unsubstituted aryl group having 1 0 or more carbon atoms, and A 3 and A 4 may represent 

a same group or different groups, 

spirofluorene derivatives represented by following general formula (111): 



35 



40 



A* 
I 

A ! -Ar'-A 8 



wherein Ar 1 represents a substituted or unsubstituted spirofluorene residue group, A 5 to A 8 each inde- 
pendently represent a substituted or unsubstituted aryl group having 6 to 40 carbon atoms, 
compounds having condensed rings represented by following general formula (IV): 



so 



I 

A 9 
I 

A ls -A 10 -Ar s -A u -A" 



wherein Ar 2 represents a substituted or unsubstituted aromatic ring group having 6 to 40 carbon atoms, 
A 9 to A 11 each independently represent a substituted or unsubstituted arylene group having 6 to 40 carbon 
atoms, A 12 to A 14 each independently represent hydrogen atom, an alkyl group having 1 to 6 carbon 
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atoms, a cycloalkyl group having 3 to 6 carbon atoms, an alkoxyl group having 1 to 6 carbon atoms, an 
aryloxyl group having 5 to 1 8 carbon atoms, an aralkyfoxyl group having 7to 1 8 carbon atoms, an arylamino 
group having 5 to 16 carbon atoms, nitro group, cyano group, an ester group having 1 to 6 carbon atoms 
or a halogen atom, and at least one of A 9 to A 14 represents a group having condensed aromatic rings, and 
metal complex compounds. 

An electroluminescence device comprising a pair of electrodes and a layer of an organic light emitting medium 
disposed between the pair of electrodes, wherein the layer of an organic light emitting medium comprises: 

(A) at least one compound selected from substituted and unsubstituted arylamines having 10 to 100 carbon 
atoms, and 

(B) at least one compound selected from: 

anthracene derivatives represented by following general formula (I): 

A'-L-A 2 (I) 

wherein A 1 and A 2 each independently represent a substituted or unsubstituted monophenylanthryl group 
or a substituted or unsubstituted diphenylanthryl group and may represent a same group or different 
groups, and L represents a single bond or a divalent bonding group, and 
anthracene derivatives represented by following general formula (II): 

A 3 -An-A 4 (ij) 

wherein An represents a substituted or unsubstituted divalent anthracene residue group, A 3 and A 4 each 
independently represent a substituted or unsubstituted aryl group having 6 to 40 carbon atoms, at least 
one of A 3 and A 4 represents a substituted or unsubstituted monovalent condensed aromatic ring group 
or a substituted or unsubstituted aryl group having 1 0 or more carbon atoms, and A 3 and A 4 may represent 
a same group or different groups. 

An electroluminescence device according to any one of Claims 1 and 2, wherein the anthracene derivative repre- 
sented by general formula (I) of component (B) is: 

an anthracene derivative represented by following general formula (l-a): 




• (I-a) 



wherein R 1 to R 10 each independently represent hydrogen atom, an alky! group, a cycloalkyl group, an aryl 
group which may be substituted, an alkoxyl group, an aryloxyl group, an alkylamino group, an aikenyl group, 
an arylamino group or a heterocyclic group which may be substituted, a and b each represent an integer of 1 
to 5, atoms or groups represented by a plurality of R 1 and R 2 may be a same with or different from each other 
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and may be bonded to each other to form a ring when a and b each represent an integer of 2 or greater, groups 
represented by combinations of R 3 and R 4 , R 5 and R 6 , R 7 and R 8 , and R 9 and R 10 may be bonded to each 
other to form a ring, and L 1 represents a single bond, -0-, -S-, -N(R)-, R representing an alkyl group or an aryl 
group which may be substituted, an alkylene group or an arylene group, or 
an anthracene derivative represented by following general formula (l-b): 




wherein R 11 to R 20 each independently represent hydrogen atom, an alkyl group, a cycloalkyl group, an aryl 
group which may be substituted, an alkoxyl group, an aryloxyl group, an alkylamino group, an arylaminp group 
or a heterocyclic group which may be substituted, c, d, e and f each represent an integer of 1 to 5, atoms or 
groups represented by a plurality of R 11 , R 12 , R 16 and R 17 may be a same with or different from each other 
and may be bonded to each other to form a ring when c, d, e and f each represent an integer of 2 or greater, 
groups represented by combinations of R 13 and R 14 , and R 18 and R 19 may be bonded to each other to form 
a ring, and L 2 represents a single bond, -0-, -S-, -N(R)- t R representing an alkyl group or an aryl group which 
may be substituted, an alkylene group or an arylene group. 

An electroluminescence device according to Claim 1 . wherein the anthracene derivative represented by general 
formula (II) of component (B) is an anthracene derivative represented by following general formula (ll-a): 

X 1 -An-X 2 (ll-a) 

wherein An represents a substituted or unsubstituted divalent anthracene residue group and X 1 and X 2 each in- 
dependently represent a monovalent residue group derived from naphthalene, phenanthrene, fluoranthene, an- 
thracene, pyrene, perylene, coronene, chrysene, plcene, diphenylanthracene, carbazole, triphenylene, rubicene, 
benzoanthracene, phenylanthracene, bisanthracene, dianthracenylbenzene or dibenzoanthracene, which may be 
substituted or unsubstituted. 

An electroluminescence device according to any one of Claims 1 and 2, wherein the spirofiuorene derivative rep- 
resented by general formula (III) of component (B) Is a spirofiuorene derivative represented by following general 
formula (I ll-a): 
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5 




(lll-a) 



10 

wherein A 5 to A 8 each independently represent a substituted or unsubstituted biphenyl group or a substituted or 
unsubstituted naphthyl group. 

6. An electroluminescence device according to any one of Claims 1 and 2, wherein the compound having condensed 
15 rings represented by general formula (IV) of component (B) is a compound having condensed rings represented 
by following general formula (IV-a): 



20 



25 




(Iv-a) 



wherein A 9 to A 14 are as defined above, R 21 to R 23 each Independently represent hydrogen atom, an alkyl group 
having 1 to 6 carbon atoms, a cycloalkyl group having 3 to 6 carbon atoms, an alkoxyl group having 1 to 6 carbon 
atoms, an aryloxyl group having 5 to 18 carbon atoms, an aralkyloxyl group having 7 to 18 carbon atoms, an 
35 arylamino group having 5 to 1 6 carbon atoms, nitro group, cyano group, an ester group having 1 to 6 carbon atoms 
or a halogen atom, and at least one of A 9 to A 1 * represents a group having condensed aromatic rings having at 
least 3 rings. 

7. An electroluminescence device according to any one of Claims 1 and 2, wherein the metal complex compound of 
40 component (B) is an aluminum chelate complex compound. 

8. An electroluminescence device according to any one of Claims 1 and 2, wherein component (A) Is at least one 
compound selected from arylamine compounds represented by following general formula (V): 

45 



50 




wherein X 3 represents a substituted or unsubstituted condensed aromatic ring group having 10 to 40 nuclear 
carbon atoms, Ar 5 and Ar 6 each independently represent a substituted or unsubstituted monovalent aromatic group 
55 having 6 to 40 carbon atoms, and p represents an integer of 1 to 4. 

9. An electroluminescence device according to Claim 8, wherein X 3 in general formula (V) represents a residue group 
derived from naphthalene, phenanthrene, fluoranthene, anthracene, pyrene, perylene, coronene, chrysene, pi- 
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40 



45 



50 



cene, diphenylanthracene, f luorene, triphenylene, rubicene, benzoanthracene, phenylanthracene, bisanthracene, 
dianthracenylbenzene or dibenzoanthracene. 

10. An electroluminescence device according to any one of Claims 1 and 2, wherein component (A) is at least one 
compound selected from arylamines represented by following general formula (V-a): 



wherein X 3 represents a substituted or unsubstituted condensed aromatic ring group having 10 to 40 nuclear 
carbon atoms, Ar 15 to Ar 18 each independently represent hydrogen atom, a substituted or unsubstituted aikyl group 
having 1 to 50 carbon atoms, a substituted or unsubstituted aryl group having 5 to 50 carbon atoms, a substituted 
or unsubstituted aralkyl group having 7 to 50 carbon atoms, a substituted or unsubstituted cycloalkyl group having 
3 to 50 carbon atoms, a substituted or unsubstituted alkoxyl group having 1 to 50 carbon atoms, a substituted or 
unsubstituted aryioxyl group having 5 to 50 carbon atoms, a substituted or unsubstituted arylamino group having 
5 to 50 carbon atoms or a substituted or unsubstituted alkylamino group having 1 to 20 carbon atoms, g, h, i and 
j each represent an integer of 0 to 5, n represents an integer of 0 to 3, atoms and groups represented by a plurality 
of Ar 15 to Ar 18 may be a same with or different from each other and maybe bonded to each other to form a saturated 
or unsaturated ring when g, h, I and J each represent an integer of 2 or greater, and at least one of Ar 15 to Ar 18 
represents a substituted or unsubstituted secondary or tertiary alkyl group having 3 to 10 carbon atoms. 

11. An electroluminescence device according to any one of Claims 1 and 2, wherein component (A) is at least one 
compound selected from arylamines represented by following general formula (V-b): 



wherein X 3 represents a substituted or unsubstituted condensed aromatic ring group having 10 to 40 nuclear 
carbon atoms, Ar 15 to Ar 18 each independently represent hydrogen atom, a substituted or unsubstituted alkyl group 
having 1 to 50 carbon atoms, a substituted or unsubstituted aryl group having 5 to 50 carbon atoms, a substituted 
or unsubstituted aralkyl group having 7 to 50 carbon atoms, a substituted or unsubstituted cycloalkyl group having 
3 to 50 carbon atoms, a substituted or unsubstituted alkoxyl group having 1 to 50 carbon atoms, a substituted or 
unsubstituted aryioxyl group having 5 to 50 carbon atoms, a substituted or unsubstituted arylamino group having 
5 to 50 carbon atoms or a substituted or unsubstituted alkylamino group having 1 to 20 carbon atoms, g, h, I and 
j each represent an integer of 0 to 5, and atoms and groups represented by a plurality of Ar 15 to Ar 18 may be a 
same with or different from each other and may be bonded to each other to form a saturated or unsaturated ring 
when g, h, i and j each represent an integer of 2 or greater, 

R 24 and R 25 each independent^ represent hydrogen atom, a substituted or unsubstituted alkyl group having 
1 to 10 carbon atoms, a substituted or unsubstituted aryl group having 6 to 20 carbon atoms, a substituted or 
unsubstituted aralkyl group having 7 to 50 carbon atoms, a substituted or unsubstituted alkoxyl group having 1 to 
50 carbon atoms or a substituted or unsubstituted aryioxyl group having 5 to 50 carbon atoms, k and m each 
represent an integer of 0 to 2, and at least one of R 24 and R 25 represents a substituted or unsubstituted secondary 
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or tertiary alkyl group having 3 to 1 0 carbon atoms. 

12. An electroluminescence device according to any one of Claims 1 and 2, wherein the layer of an organic light 
emitting medium comprises component (A) and component (B) in amounts such that a ratio of an amount by weight 

5 of component (A) to an amount by weight of component (B) is in a range of 1 :99 to 20:80. 

1 3. An electroluminescence device according to any one of Claims 1 and 2, wherein a layer of a chalcogenide, a layer 
of a metal halide or a layer of a metal oxide is disposed at least on one surface of the pair of electrodes. 

10 14. An electroluminescence device according to any one of Claims 1 and 2, wherein a mixed region comprising a 
reducing dopant and organic substances or a mixed region comprising an oxidizing dopant and organic substances 
is disposed at least on one surface of the pair of electrodes. 

15. An electroluminescence device according to any one of Claims 1 and 2, wherein the layer of an organic light 
is emitting medium has a thickness in a range of 1 0 to 400 nm. 

16. An organic light emitting medium which comprises: 

(A) at least one compound selected from substituted and unsubstituted arylamines having 10 to 100 carbon 
20 atoms, and 

(B) at least one compound selected from: 

anthracene derivatives represented by following general formula (I): 



25 



30 



35 



45 



50 



55 



A 1 -L-A 2 (I) 

wherein A 1 and A 2 each independently represent a substituted or unsubstituted monophenylanthryl group 
or a substituted or unsubstituted diphenylanthryl group and may represent a same group or different 
groups, and L represents a single bond or a divalent bonding group, 
anthracene derivatives represented by following general formula (II): 

A 3 -An-A* (ll) 

wherein An represents a substituted or unsubstituted divalent anthracene residue group, A 3 and A 4 each 
independently represent a substituted or unsubstituted aryl group having 6 to 40 carbon atoms, at least 
one of A 3 and A 4 represents a substituted or unsubstituted monovalent condensed aromatic ring group 
or a substituted or unsubstituted aryl group having 1 0 or more carbon atoms, and A 3 and A 4 may represent 
a same group or different groups, 

spirofluorene derivatives represented by following general formula (III): 

A 6 

I 

A-Ar'-A 6 
I 

A' 



wherein Ar 1 represents a substituted or unsubstituted spirofluorene residue group, A 5 to A 8 each inde- 
pendently represent a substituted or unsubstituted aryl group having 6 to 40 carbon atoms, 
compounds having condensed rings represented by following general formula (IV): 
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A" 
I 

A 9 

i 

A 13 — A 10 — A r '—A 11 — A" 

10 wherein Ar 2 represents a substituted or unsubstituted aromatic ring group having 6 to 40 carbon atoms, 

A 9 to A 11 each independently represent a substituted or unsubstituted arylene group having 6 to 40 carbon 
atoms, A 12 to A 14 each independently represent hydrogen atom, an alkyl group having 1 to 6 carbon 
atoms, a cycloalkyl group having 3 to 6 carbon atoms, an alkoxyl group having 1 to 6 carbon atoms, an 
aryloxyl group having 5 to 1 8 carbon atoms, an aralkyloxyl group having 7 to 1 8 carbon atoms, an arylamino 

15 group having 5 to 1 6 carbon atoms, nitro group, cyano group, an ester group having 1 to 6 carbon atoms 

or a halogen atom, and at least one of A 9 to A 14 represents a group having condensed aromatic rings, and 
metal complex compounds. 

17. An organic light emitting medium which comprises: 

20 

(A) at least one compound selected from substituted and unsubstituted arylamines having 10 to 100 carbon 
atoms, and 

(B) at least one compound selected from: 

25 anthracene derivatives represented by following general formula (I): 

V-L-A 2 (I) 

30 wherein A 1 and A 2 each independently represent a substituted or unsubstituted monophenylanthryl group 

or a substituted or unsubstituted diphenylanthryl group and may represent a same group or different 
groups, and L represents a single bond or a divalent bonding group, and 
anthracene derivatives represented by following general formula (II): 



35 



A 3 -An- A 4 (II) 

wherein An represents a substituted or unsubstituted divalent anthracene residue group, A 3 and A 4 each 
independently represent a substituted or unsubstituted aryl group having 6 to 40 carbon atoms, at least 
one of A 3 and A 4 represents a substituted or unsubstituted monovalent condensed aromatic ring group 
or a substituted or unsubstituted aryl group having 1 0 or more carbon atoms, and A 3 and A 4 may represent 
a same group or different groups. 
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Hiis international search report has not been established in respect of certain claims under Article 17(2)(a) for the following reasons: 

I. Q Claims Nos.: 

because they relate to subject matter not required to be searched by this Authority, namely: 



2. □ ClaimsNoa.: 

because they relate to parts of the international application that do not comply with the prescribed requirements to such a 
extent that no meaningful international search can be carried out, specifically: 



| | Claims Nos.: 

because they are dependent claims and are not drafted in accordance with the second and third sentences of Rule 6.4(a). 



Box II Obserrations where unity of invention Is lacking (Continuation of Item 3 of first sheet) 



This Inter n atio n al Searching Authority found multiple inventions in this international application, as follows: 
The claim includes five groups of inventions having the following "technical 
features": 

1. an organic electroluminescent device containing an arylaraine and a compound 
of the general formula (I) in the organic luminescent medium layer, 

2. an organic electroluminescent device containing an arylamine and a compound 
of the general formula (II) in the organic luminescent medium layer, 

3. an organic electroluminescent device containing an arylamine and a compound 
of the general formula (III) in the organic luminescent medium layer, 

4. an organic electroluminescent device containing an arylamine and a compound 

(continued to extra sheet) 
1 • | X] As all required additional search fees were timely paid by the applicant, this international search report covers all searchable 



2. Q As all searchable claims could be searched without effort justifying an additional foe, this Authority did not invite payment 
of any additional fee. 

3. Q As only some of the required additional search fees were timely paid by the applicant, mis international search report covers 
only tbose claims for which tees were paid, specifically claims Nos.: 



4. Q No required additional search fees were timely paid by the applicant. Consequently, this international search report is 
restricted to the invention first mentioned in the d aims; it is covered by claims Nos.: 



Remark on Protest [~] The additional search fees were accompanied by the applicant's protest. 

fx] No protest accompanied the payment of additional search fees. 
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of the general formula (IV) in the organic luminescent medium layer, and 
5. an organic electroluminescent device containing an arylamine and 
a metal complex in the organic luminescent medium layer. 



Although the w technical feature" common to any two of the above groups 
(1), (2), (3), (4), and (5) is an organic electroluminescent device 
containing an arylamine and a luminescent" material in the organic 
luminescent medium layer, such devices are known (see JP3-790 A, JP4-178487 
A, and JP5-7B655 A) . Thus, the "technical feature" is not considered as 
corresponding to n a special technical feature" within the meaning of PCT 
Rule 13.2. 



Such being the case, the groups (1), (2), (3), (4) and (5) have not 
w a special technical feature" in common. 
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